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PRELIMINARY AMENDMENT 

Dear Sir: 

Please amend the the above-identified application as follows: 
In the Claims : 

Please cancel claims 1-65 and add new claims 66-124: 

66. Footwear with an upper and a sole construction having an outsole , in 
which; 

the upper is constructed with an outer material and with a waterproof functional 
layer at least partially lining the outer material on the inner side of the latter and 
having an upper end region on the sole side with an outer-material end region 
and a functional-layer end region ; 

the functional-layer end region has a region requiring sealing; and 
the outsole is adhesively bonded to the upper end region by means of outsole 
cement located on it, the outsole cement being formed at least in a subregion 
of the outsole lying opposite the region requiring sealing of the functional-layer 
end region by a reactive hot-melt adhesive which brings about waterproofness 
when in the fully reacted state. 

67. Footwear according to Claim 66, in which the functional-layer end region 
has an overhang projecting beyond the outer-material end region, and the 
outsole cement is formed at least in a subregion of the outsole which is closed 
in the direction of the sole periphery and lies opposite at least part of the width 
of the overhang by a reactive hot-melt adhesive which brings about 
waterproofness when in the fully reacted state. 

68. Footwear according to Claim 67, in which the reactive hot-melt 
adhesive extends over the entire width of the overhang. 
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69. Footwear according to Claim 67, in which the upper end region extends 
essentially parallel to the tread of the outsole and the functional-layer end 
region projects beyond the outer-material end region in the direction of the 
centre of the outsole. 

70. Footwear according to Claim 67, in which the upper end region extends 
essentially perpendicular to the tread of the outsole and the functional-layer 
end region projects beyond the outer-material end region in the direction of the 
tread. 

71. Footwear according to Claim 67, with an insole, to which the functional- 
layer end region is fastened. 

72. Footwear according to Claim 71, in which the functional-layer end 
region is joined to the insole by means of a seam. 

73. Footwear according to Claim 71, in which the functional-layer end 
region is joined to the insole by cement-lasting. 

74. Footwear according to Claim 69, in which the functional-layer end 
region is kept essentially parallel to the tread of the outsole by means of string- 
lasting. 

75. Footwear according to Claim 71, in which the outer-material end region 
is secured to the functional-layer end region by means of adhesive. 

76. Footwear according to Claim 71, in which the overhang is bridged by a 
gauze strip, one side of which is fastened to the outer-material end region and 
the other side of which is fastened to the insole. 

77. Footwear according to Claim 74, in which the overhang is bridged by a 
gauze strip, one side of which is fastened to the outer-material end region and 
the other side of which is fastened to the string-lasting. 

78. Footwear according to Claim 74, in which the outer-material end region 
is kept essentially parallel to the tread of the outsole by means of a second 
string-lasting. 

79. Footwear according to Claim 66, in which the upper end region has an 
upper-end-region outer side remote from the functional layer and the outsole 
cement is formed at least in a subregion of the upper-end-region outer side 
which is closed in the direction of the sole periphery by reactive hot-melt 
adhesive and the outer material consists at least in this subregion of a material 
which can be penetrated by the reactive hot-melt adhesive that is liquid before 
fully reacting, so that in this subregion the reactive hot-melt adhesive 
adhesively bonds the functional layer with a sealing effect. 

80. Footwear according to Claim 66, in which the upper end region has an 
upper-end-region outer side remote from the functional layer, the upper end 
region has an upper end edge, within which a free zone, free from upper 
material, is formed and the outsole cement is formed at least in a region of the 
free zone which is closed in the direction of the sole periphery and is adjacent 
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to the upper end edge by reactive hot-melt adhesive which has penetrated 
between the insole underside and the functional-layer end region and forms 
there a cementing region closed in the direction of the sole periphery. 

81. Footwear according to Claim 79, in which the outer material and the 
functional layer are each part of a multi-layer laminate. 

82. Footwear according to Claim 79, in which the upper end region extends 
essentially parallel to the tread of the outsole. 

83. Footwear according to Claim 79, in which the upper end region extends 
essentially perpendicular to the tread of the outsole. 

84. Footwear according to Claim 79, with an insole, to which the upper end 
region is fastened. 

85. Footwear according to Claim 84, in which the upper end region is joined 
to the insole by means of a seam. 

86. Footwear according to Claim 84, in which the upper end region is joined 
to the insole by cement-lasting. 

87. Footwear according to Claim 86, in which a region of the upper end 
region adjacent to an upper end region edge is excepted from the cement- 
lasting. 

88. Footwear according to Claim 79, in which the upper end region is kept 
essentially parallel to the tread of the outsole by means of string-lasting. 

89. Footwear according to Claim 66, in which the outsole is essentially flat. 

90. Footwear according to Claim 66, in which the outsole essentially has 
turned-up edges with a flat tread region and a border rising up from the latter in 
an essentially perpendicular direction. 

91. Footwear according to Claim 66, in which the outsole is provided with 
reactive hot-melt adhesive in that sub-region in which it lies opposite the region 
of the functional layer to be sealed and is otherwise provided with conventional 
outsole cement. 

92. Footwear according to Claim 66, in which the outsole is provided with 
reactive hot-melt adhesive essentially over its entire top side facing the upper. 

93. Footwear according to Claim 66, in which at least part of the reactive 
hot-melt adhesive located on the outsole is formed by an expanded reactive 
hot-melt adhesive. 

94. Footwear, according to Claim 66, in which the sole construction 
comprises an insole and a gauze strip, the gauze strip is arranged between the 
insole and the upper end region, and a first side edge of said gauze strip being 
joined to the insoled and a second side edge of said gauze strip being joined 
both to the outer-material end region and to the functional-layer end region. 

95. Footwear according to Claim 94, in which the outsole cement is formed at 
least in a subregion of the outsole which is closed in the direction of the sole 
periphery and lies opposite the gauze strip by a reactive hot-melt adhesive. 
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96. Footwear according to Claim 95, in which the outsole cement is formed at 
least in a subregion of the outsole which is closed in the direction of the sole 
periphery and lies opposite the gauze strip by an expanded reactive hot-melt 
adhesive. 

97. Footwear according to Claim 95, in which the entire outsole surface is 
provided with reactive hot-melt adhesive. 

98. Footwear according to Claim 95, in which the entire outsole surface is 
provided with expanded reactive hot-melt adhesive. 

99. Footwear according to Claim 95, in which a filler is arranged between the 
insole underside and the outsole top side. 

100. Footwear according to Claim 95, in which the gauze strip is sewn both to 
the insole and to the outer-material end region as well as to the functional-layer 
end region. 

101 . Footwear according to Claim 95, in which the outer-material end region 
and the functional-layer end region are fastened to each other by means of a 
fixing adhesive. 

102. Footwear according to Claim 66, which has a part-insole over part of 
the shoe length in which the footwear is constructed, and is constructed in the 
remaining part of the shoe length. 

103. Footwear which in a front foot region has a sole construction according 
to Claims 66 and in a rear foot region has a shoe construction . 

104. Footwear in which the sole construction comprises an insole and a gauze 
strip, the gauze strip is arranged between the insole and the upper end region, 
and a first side edge of said gauze strip being joined to the insole and a second 
sie edge of said gauze strip being joined both to the outer-material end region 
and to the functionaly-layer end region. 

105. Footwear according to Claim 104 , in which the outsole cement is formed 
at least in a subregion of the outsole which is closed in the direction of the sole 
periphery and lies opposite the gauze strip by a reactive hot-melt adhesive. 

106. Footwear according to Claim 105, in which the outsole cement is formed 
at least in a subregion of the outsole which is closed in the direction of the sole 
periphery and lies opposite the gauze strip by an expanded reactive hot-melt 
adhesive. 

107. Footwear according to Claim 105, in which the entire outsole surface is 
provided with reactive hot-melt adhesive. 

108. Footwear according to Claim 105, in which the entire outsole surface is 
provided with expanded reactive hot-melt adhesive. 

109. Footwear according to Claim 104, in which a filler is arranged between 
the insole underside and the outsole top side. 



110. Footwear according to Claim 104, in which the gauze strip is sewn both to 
the insole and to the outer-material end region as well as to the functional-layer 
end region. 

111. Footwear according to Claim 105, in which the outer-material end 
region and the functional-layer end region are fastened to each other by means 
of a fixing adhesive. 

112. Outsole which can be cemented onto an upper of footwear, the top side 
of the said sole, to be adhesively attached to the upper, being provided at least 
partially with non-reacted reactive hot-melt adhesive which brings about 
waterproofness when in the fully reacted state. 

113. Process for the production of footwear, having the following production 
steps: 

a) an upper is created, constructed with an outer material and with a 
waterproof functional layer at least partially lining the outer material on the 
inner side of the latter and provided with an upper end region on the sole side; 

b) the outer material is provided with an outer-material end region on the sole 
side and the functional layer is provided with a functional-layer end region on 
the sole side, a region requiring sealing being created at the functional-layer 
end region; 

c) outsole cement is applied to an outsole and the outsole is adhesively 
attached to the upper end region, a reactive hot-melt adhesive which brings 
about waterproofness when in the fully reacted state being applied as outsole 
cement at least in a subregion of the outsole which lies opposite the region of 
the functional-layer end region requiring sealing after the adhesive attachment 
of the outsole. 

114. Process according to Claim 113, in which the functional-layer end region 
is provided with an overhang projecting beyond the upper-material end region 
and reactive hot-melt adhesive is applied as outsole cement at least in a 
subregion of the outsole which is closed in the direction of the sole periphery 
and lies opposite at least part of the width of the overhang after the adhesive 
attachment of the outsole. 

1 1 5. Process according to Claim 1 1 3, in which reactive hot-melt 
adhesive is applied as outsole cement at least in a subregion of the outsole 
which is closed in the direction of the sole periphery and lies opposite at least 
part of the upper-end-region outer side after the adhesive attachment of the 
outsole, the outer material being produced at least in this subregion from a 
material which can be penetrated by the reactive hot-melt adhesive that is 
liquid or liquefied before fully reacting, so that there the reactive hot-melt 
adhesive brings about a sealing adhesive bonding of the functional layer. 

116. Process according to Claim 1 13, in which the upper end region is 
provided with an upper end edge, within which a free zone, free from upper 
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material, is formed, and reactive hot-melt adhesive is applied as outsole 
cement at least in a subregion of the outsole which is closed in the direction of 
the sole periphery and lies opposite at least one region of the free zone 
adjacent to the upper end edge after the adhesive attachment of the outsole 
and is applied to the outsole at such a rate and the outsole is pressed against 
the upper-end-region outer side in such a way that reactive hot-melt adhesive 
penetrates between the insole underside and the functional-layer end region 
and forms there an adhesive bonding region which is closed in the direction of 
the sole periphery. 

117. Process according to Claim 1 13, in which the sole construction is 
provided with an insole, a gauze strip is arranged between the insole and the 
upper end region, a first side edge of which strip being joined to the insole and 
a second side edge being joined both to the outer-material end region and to 
the functional-layer end region, and reactive hot-melt adhesive is applied as 
outsole cement at least in a subregion of the outsole which is closed in the 
direction of the sole periphery and lies opposite the gauze strip after the 
adhesive attachment of the outsole. 

118. Process according to Claim 11 3, in which reactive hot-melt adhesive is 
applied to the outsole in that region which lies opposite the region of the 
functional-layer end region to be sealed after the outsole has been pressed 
onto the upper-end-region outer side, and otherwise conventional outsole 
cement is applied. 

119. Process according to Claim113, in which reactive hot-melt adhesive is 
applied to the entire outsole. 

120. Process according to Claim113, in which an expanding reactive hot- 
melt adhesive is applied to the outsole at least in that region which lies 
opposite the region of the functional-layer end region to be sealed after the 
outsole has been pressed onto the upper-end-region outer side. 

121. Process according to Claim113, in which a reactive hot-melt adhesive 
which can be cured by means of moisture is used, which adhesive is applied to 
the region to be cemented and is exposed to moisture for reacting. 

122. Process according to Claim113, in which a reactive hot-melt adhesive 
which can be thermally activated and can be cured by means of moisture is 
used, which adhesive is thermally activated, applied to the region to be 
cemented and is exposed to moisture for reacting. 

123. Process according to Claim 11 3, in which a thermoplastic is added to 
the reactive hot-melt adhesive before using the latter. 

124. Process according to Claim113, in which the outer-material end region 
is fixed to the functional-layer end region before the outsole is cemented on. 
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REMARKS 



It is believed that the Amendment places the application in better 
condition for examination, and therefore, its entry is appropriate. 



Respectfully submitted, 



Carol A. Lewis White, 33,306 

W. L. Gore & Associates, Inc. 

551 Paper Mill Road 

P.O. Box 9206 

Newark, DE 19714-9206 
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Sealed shoe and process for its production 



FIELD OF THE INVENTION 



The invention relates to a shoe sealing system 
and a sealing method for a sealed shoe with an upper 
and an insole, to which the upper is joined, and in 
particular footwear with an upper, which is provided at 
least partially with a waterproof functional layer 
which is preferably water-vapour permeable, and with a 
cemented-on out sole . The invention also relates to a 
process for the production of such a shoe. 



BACKGROUND OF THE INVENTION 



There are shoes that are impermeable in the 
region of the upper, for example as a result of lining 
the outer material of the upper with a waterproof 
layer. This is preferably a waterproof, water- vapour- 
permeable functional layer, by means of which 
waterproof ness is achieved while maintaining 
breathability, i.e. water-vapour permeability. The 
functional layer is often part of a functional layer 
laminate that has in addition to the functional layer 
at least one textile layer. 

Shoes of this type are either equipped with a 
functional layer in the form of a so-called bootee, 
which lines the entire interior of the shoe, or only 
the upper is lined with a functional layer. In the 
latter case, special efforts are required to ensure 
permanent waterproof ness in the region between the end 
of the upper on the sole side and the sole 
construction . 

In shoes which are produced by the known 
cement -lasting process, the upper of the shoe is 
cemented to the underside of the insole along a border 
region, which is referred to as the lasting allowance, 
and an outsole is applied to the underside of this 
cemented unit. This construction has weak points. 



Weak points are, in particular, points at which the 
contour of the shoe has a small radius of curvature and 
folds of the lasted upper material occur in the lasting 
allowance, because the lasting cement either does not 
seal the entire transitional region between the upper 
of the shoe and the insole from the outset, in 
particular in the region of the lasting folds, or 
becomes brittle and consequently water-permeable as a 
result of flexural stresses during use of the shoe. 

It is known from DE 40 00 156 A to arrange 
reactivatable sealing cement, which may be silicone or 
polyurethane, between the periphery of the insole and 
the functional layer of the upper. To prevent water 
which reaches the underside of the insole via the outer 
material of the upper and the lasting allowance from 
being able to get into the space inside the shoe, the 
insole is provided with a waterproof insole layer. 
There may be cases in which the separate, additional 
step of cementing the periphery of the insole to the 
functional layer and the use of a waterproof insole are 
not desired. 

EP 0 286 853 A discloses a process for sealing 
the lasting allowance of a shoe upper provided with a 
waterproof, water-vapour permeable functional layer in 
which an inner border region of the lasting allowance 
is kept uncemented during the cement-lasting and an 
injection mould with a sealing lip rising up towards 
the lasting allowance is placed against the underside 
of the lasting allowance after the lasting operation. 
In this case, the sealing lip essentially follows the 
contour of the insole border and is offset slightly 
towards the middle of the insole with respect to the 
outer peripheral contour of the outsole to be applied 
later. A sealing material is injected into the space 
inside the sealing lip and surrounds the border region 
of the upper provided with the functional layer, left 
uncemented during cement-lasting, and consequently 
seals the said region. Although this sealing process 
has proved to be very successful, it requires an 
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injection mould and an injection machine of the type 
mentioned. 

It is known from EP 0 595 941 B to seal the 
lasting allowance in a shoe with an upper which has a 
waterproof layer and is lasted around an insole in such 
a way that the border of the upper region to be lasted 
is embedded in a waterproof material, which may be 
polyurethane (PU) , before the lasting operation. This 
sealing method has also proved to be very successful, 
but requires the additional process step of embedding 
the border of the lasting allowance. 

SUMMARY OF THE INVENTION 

The invention provides a shoe which can be made 
waterproof with relatively simple means and low 
expenditure . 

The invention is also intended to provide 
footwear which can be made permanently waterproof with 
as little expenditure on machinery as possible and with 
as few process steps as possible. 

A sealed shoe according to a first aspect of 
the invention has an upper and an insole, to which the 
upper is joined, polyurethane -based reactive hot-melt 
adhesive having been applied over the surface area to 
the underside of the shoe in the region of the insole 
and the part of the upper joined to the latter and 
pressed. According to the invention, a process for its 
production is also provided, in which the upper is 
joined to the insole and polyurethane-based reactive 
hot-melt adhesive is applied over the surface area to 
the underside of the shoe in the region of the insole 
and the part of the upper joined to the latter and is 
pressed. Advantageous developments are specified by 
the dependent patent claims. 

In a shoe according to the invention, 
polyurethane-based reactive hot-melt adhesive is 
applied over the surface area to the underside of the 
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shoe in the region of the insole and the part of the 
U pp er joined to it and is pressed. 

In this context, underside of the shoe means 
the underside of the shoe before the application of an 
outsole . 

Reactive hot-melt adhesive is adhesive which 
brings about waterproof ness when in the fully reacted 
state. In the case of a shoe according to the 
invention, this effects the sealing in the region of 
the sole construction. 

In one embodiment of the invention, open-pore, 
adhesive-compatible material is applied over the entire 
shoe and the side region or parts of it . An outer 
material such as leather, a nonwoven, felt or the like 
is preferably used as such material. This material is 
preferably cemented flush in the reactive hot-melt 
adhesive. This means that the surface of the outer 
material facing away from the insole is essentially 
flush with the surface of the reactive hot -melt 
adhesive facing away from the insole. This achieves 
the effect that the underside of the shoe (in the sense 
defined above) has a flat and uniform surface, which 
facilitates the adhesive attachment of an outsole for 
example . 

In an embodiment of the invention, the part of 
the upper of the shoe on the sole side is joined to the 
insole by cement-lasting. This means that a lasting- 
allowance region of the part of the upper on the sole 
side that has been pulled over the edge of the insole 
on the underside of the latter facing what will be 
outsole is attached on a peripheral region of the 
underside of the insole by adhesive bonding. After the 
cement-lasting, the reactive hot-melt adhesive is then 
applied to the underside of the shoe (in the sense 
specified above) , in order to seal the underside of the 
shoe before applying an outsole. 

In the case of a cement-lasted shoe, the 
reactive hot -melt adhesive is preferably applied over a 
width of about 1 cm, overlapping between the insole and 
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the lasted upper. This achieves the effect that the 
inner periphery of the lasting allowance is reliably 
sealed by the reactive hot-melt adhesive. 

In one embodiment of the invention, the 
5 reactive hot-melt adhesive is applied to the entire 
underside of the insole not covered by the lasting 
allowance and to the said overlapping region with the 
lasting allowance. 

Consequently, in addition to the cement-lasting 
10 with a lasting cement, a further, sealing adhesive 
bonding with reactive hot-melt adhesive takes place in 
the invent ion . 

For the production of shoes according to the 
invention, the customary cement -lasting method can be 
15 used without modification. To obtain waterproof ness in 
the region of the sole construction, all that is 
necessary is to apply the reactive hot-melt adhesive to 
the underside of the shoe not yet provided with an 
outsole. The waterproof ness is therefore achieved with 

2 0 very little additional expenditure. 

According to a second aspect of the invention, 
the latter concerns footwear with an upper and a sole 
construction having an outsole, the upper being 
constructed with an outer material and with a 
25 waterproof functional layer at least partially lining 
the outer material on the inner side of the latter, and 
having an upper end region on the sole side with an 
outer-material end region and a functional -layer end 
region; 

30 the functional -layer end region has a region requiring 
sealing; and 

the outsole is adhesively bonded to the upper end 
region by means of outsole cement located on it, the 
outsole cement being formed at least in an outsole 

3 5 subregion lying opposite the region requiring sealing 

of the functional -layer end region by a reactive hot- 
melt adhesive which brings about waterproof ness when in 
the fully reacted state. 
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According to this aspect, the invention further 
concerns a process for producing such footwear with the 
following production steps: 

a) an upper is created, constructed with an outer 
material and with a waterproof functional layer at 
least partially lining the outer material on the 
inner side of the latter and provided with an upper 
end region on the sole side; 

b) the outer material is provided with an outer- 
material end region on the sole side and the 
functional layer is provided with a functional -layer 
end region on the sole side, creating a region 
requiring sealing at the functional -layer end 
region ; 

c) outsole cement is applied to an outsole and the 
outsole is adhesively bonded to the upper end 
region, a reactive hot-melt adhesive, which leads to 
waterproof ness when in the fully reacted state, 
being applied as outsole cement at least in a 

> subregion of the outsole which lies opposite the 

region requiring sealing of the functional -layer end 
region after the adhesive attachment of the outsole. 
According to this aspect, the invention also 
concerns an outsole for adhesive attachment to an upper 
5 of footwear, the upper side of the sole thereof which 
is to be adhesively attached to the upper being 
provided at least partially with non-reacted reactive 
hot -melt adhesive, which leads to waterproof ness when 
in the fully reacted state. 
0 The two aspects of the invention may also be 

advantageously realized by being combined with each 
other . 

Footwear according to the invention as 
specified by the second aspect is provided with an 
5 upper and with a sole construction having an outsole, 
the upper being constructed with an outer material and 
with a waterproof functional layer at least partially 
lining the outer material on the inner side of the 
latter and having an upper end region on the sole side 
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with an outer-material end region and a functional - 
layer end region. The functional -layer end region has 
a region requiring sealing against water, from which 
water or another liquid that has penetrated to this 
5 region of the functional layer, in particular via the 
outer material and/or via a seam, could get into the 
space inside the shoe. A sole construction providing 
protection against this is made waterproof according to 
the invention by applying as outsole cement, at least 

10 in a subregion of the outsole which is closed in the 
direction of the sole periphery and lies opposite the 
region of the functional layer requiring sealing when 
the outsole has been adhesively attached, a reactive 
hot -melt adhesive which brings about waterproof ness 

15 when in the fully reacted state. According to the 
invention, both the adhesive which is used for 
cementing the outsole to the upper end region and the 
reactive hot -melt adhesive which is used for sealing 
the functional-layer end region are applied to the top 

2 0 side of the outsole facing the upper end region before 
the outsole is pressed onto the upper end region and 
consequently cemented onto it. 

This is a particularly simple method of 
sealing, for which only those process steps which are 

25 customary for shoes without a waterproof sole 
construction are required, with the only exception that 
the outsole does not have conventional outsole cement 
applied to it, or not only such a conventional outsole 
cement, but partially or entirely reactive hot-melt 

30 adhesive. 

Regions requiring sealing are, in the case of 
footwear according to the invention, in the upper end 
region on the sole side of the said footwear for 
example an overhang of a functional -layer end region 

35 over an outer-material end region, a functional-layer 
end region covered by permeable outer material or an 
end edge of the functional layer or an end edge of the 
functional layer in the region of an end edge of the 
upper . 
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Conventional out sole cement is usually solvent 
adhesive or hot -melt adhesive, both for example 
polyurethane -based. Solvent adhesive is adhesive which 
has been made adhesive by the addition of vaporizable 
5 solvent and cures on the basis of the vaporizing of the 
solvent. Hot-melt adhesive is adhesive, also known as 
thermoplastic adhesive, which is brought into an 
adhesive state by heating and cures by cooling. Such 
adhesive can be repeatedly brought into the adhesive 
10 state by renewed heating. 

If, according to one embodiment of the 
invention, the entire outsole is provided over its full 
surface area with reactive hot-melt adhesive which both 
has an adhesive function for cementing the outsole to 
15 the upper end region and assumes the task of sealing 
the functional-layer end region, all the process steps 
which are conventionally used for shoes without a 
waterproof sole construction are adequate. All that 
has to be done to obtain a waterproof sole construction 
20 is not to apply customary outsole cement, or not only 
such cement, but reactive hot-melt adhesive to the 
outsole . 

The waterproof ness of the sole construction of 
waterproof footwear is consequently achieved in an 
25 extremely simple way and with extremely simple process 
steps . 

The method according to the invention is 
equally suitable for shoes with an insole as for shoes 
without an insole. In shoes with an insole, fixing of 

30 the upper end region can take place in the conventional 
way either by cement-lasting or by sewing to the 
insole, for example by means of a Strobel seam. In 
shoes without an insole, the fixing of the upper end 
region can be achieved in a known way by means of 

35 string-lasting. In all these production methods, 

whenever the upper end region is secured by fastening 
to the insole or by string-lasting after the lasting of 
the upper, the outsole, provided entirely or partially 
with reactive hot-melt adhesive, is cemented onto the 



upper end region and, if an insole is used, onto the 
underside of the insole. This simple operation of 
cementing-on the outsole makes the sole construction 
waterproof . 

In an embodiment of the invention which can be 
used if the outer material and the functional layer are 
mutually independent layers of material, the 
functional-layer end region is provided with an 
overhang beyond the outer-material end region. In this 
case, reactive hot-melt adhesive is applied to the 
outsole, at least in that region which lies opposite 
the overhang of the functional-layer end region or at 
least a sub-region of this overhang, after the outsole 
has been cemented on. 

The invention may also be used, however, if the 
functional-layer end region does not have an overhang 
beyond the outer-material end region but instead both 
terminate at the same cut line. This is particularly 
the case if a multi-layer laminate which comprises both 
the outer material and the functional layer is used for 
the upper. In this case as well, the sealing of the 
functional-layer end region can be achieved by applying 
reactive hot-melt adhesive to the outsole . 

In the event that the outer material is 
permeable to the reactive hot-melt adhesive in its not 
fully reacted, liquid state, as are many textiles used 
as the outer material, reactive hot-melt adhesive is 
applied at least to that region of the outsole which 
lies opposite the upper end region after the said 
outsole has been cemented onto the upper. While the 
outsole is being pressed onto the upper, the reactive 
hot-melt adhesive penetrates the outer material and 
brings about a sealing adhesive bonding of the 
functional layer of the multi-layer laminate. 

In the event that the outer material cannot be 
penetrated by the not fully reacted, liquid reactive 
hot-melt adhesive, reactive hot-melt adhesive is 
applied to the outsole in such a region and in such an 
amount and the outsole is pressed onto the upper in 
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such a way that reactive hot-melt adhesive seals at 
least the cut edge of the multi-layer laminate and 
consequently also the cut edge of the functional layer. 
The procedure preferably followed in the case of this 
5 embodiment is that, when pressing on the outsole, 
reactive hot-melt adhesive is made to reach the rear 
side of the multi-layer laminate, and consequently of 
the functional layer, remote from the outsole. In 
shoes with cement-lasting, this can be assisted by 

10 leaving a border region of the upper end region 
adjacent to the cut edge free of lasting cement, so 
that in this border region the upper end region is 
still loose when the outsole with the reactive hot-melt 
adhesive applied to it is pressed onto the upper. 

15 At least at those points at which the reactive 

hot-melt adhesive is to increase in volume to fill 
cavities, an expanded reactive hot-melt adhesive may be 
applied to the outsole. Expansion may be achieved by 
the reactive hot -melt adhesive being made to swirl by a 

2 0 gas, which may preferably be a mixture of nitrogen and 
air, during application . 

In embodiments of the invention in which the 
functional-layer end region has an overhang beyond the 
outer-material end region, before cementing on the 

25 outsole the overhang may either remain free or be 
bridged by means of a gauze strip, one side of which is 
fastened to the outer-material end region and the other 
side of which is fastened to the border of the 
functional-layer end region, if an insole is used is 

30 fastened to this insole or in the case of footwear with 
string-lasting is fastened to this string-lasting. 

In particular whenever the overhang of the 
functional-layer end region is not bridged by a gauze 
strip, the outer-material end region may be fixed to 

35 the functional layer, for example by a fixing adhesive, 
before cementing on the outsole, in order to facilitate 
the operation of cementing on the outsole. 

The outsole may be flat or turned up at the 
edges. A flat outsole may be used whenever the upper 
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end region is wrapped around the last in such a way 
that it extends essentially parallel to the tread of 
the outsole. An outsole with turned-up edges around 
its peripheral border is recommendable if the upper end 
5 region does not extend parallel to the tread of the 
outsole but perpendicular to it. 

The use of reactive hot-melt adhesive as the 
outsole cement or as part of the outsole cement, which 
not only cements on the outsole but also leads to 

10 waterproof ness , prevents water which reaches the upper 
end region via water- conducting outer material of the 
upper from getting onto the inner side of the 
functional layer facing away from the outer material 
and consequently into the space inside the shoe. This 

15 risk is particularly great if there is a highly 
absorbent lining material on the inner side of the 
functional layer. In the case of footwear with cement- 
lasting, the reactive hot-melt adhesive used according 
to the invention as the outsole cement seals the 

20 lasting allowance, including the particularly critical 
lasting folds, reliably and permanently with a 
waterproof effect even after flexural stress during 
walking with the footwear. 

In the case of footwear with cement-lasting, 

25 there is also the possibility of using reactive hot- 
melt adhesive both as the lasting cement and as the 
outsole cement. In this case, such reactive hot-melt 
adhesive is initially applied as lasting cement before 
the lasting operation and such reactive hot-melt 

30 adhesive is applied as outsole cement to the outsole 
after the lasting operation in order in this way to 
cement the outsole. The reactive hot-melt adhesive 
serving as lasting cement and the reactive hot-melt 
adhesive serving as outsole cement may be applied in 

35 such a way that they bond to form a cement surround 
which encloses or surrounds the end region on the sole 
side both of the outer material of the upper and of the 
functional layer of the upper in a waterproof way. 
This brings about particularly good sealing. 
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Whether a shoe is waterproof can be tested, for 
example, with a centrifuge arrangement of the type 
described in US-A-5 , 32 9 , 8 07 . 

For the production of footwear according to the 
invention with cement-lasting, no further process steps 
are required than are needed for the conventional 
cement-lasting process for shoes with a cemented-on 
outsole. Thus, as already mentioned, no additional 
process steps are required to obtain waterproof shoes 
than are required in the case of shoes which are 
produced according to the documents mentioned at the 
beginning, apart from that reactive hot-melt adhesive 
is at least partially used as outsole cement and is 
applied to the outsole. This means that neither an 
injection mould nor an additional machine for 
introducing sealing material, nor an additional sealing 
adhesive bond between the peripheral border of the 
insole and the functional layer, nor a process step in 
which the free end of the lasting allowance must be 
encapsulated by means of a sealing material before the 
lasting operation can be performed are necessary in the 
case of the production method according to the 
invention . 

The method according to the invention therefore 
leads to low production costs for waterproof shoes not 
achieved by the known methods . 

The production of shoes according to the 
invention is made particularly simple and cost- 
effective by using reactive hot-melt adhesive which can 
be thermally activated and can be induced to undergo 
its curing reaction by means of moisture, for example 
water vapour. 

The already mentioned expanding reactive hot- 
melt adhesive may be used if use is to be made of its 
increased volume, which makes it particularly suitable 
for filling cavities and penetrating into cracks or 
niches and thereby bringing about particularly reliable 
waterproof ness . 
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When using a reactive hot-melt adhesive of 
inadequate initial strength owing to an over-long 
physical setting time, thermoplastic components which 
have an adequately short setting time and initially 
assume an adhesive bonding function until the reactive 
hot-melt adhesive has cured to such an extent that it 
sufficiently develops an adhesive action may be added 
to the reactive hot-melt adhesive. 

Thermoplastics are materials which become 
adhesive by heating and cure by subsequent cooling. 
They can be brought back into an adhesive state by 
renewed heating. Thermoplastics are to be understood 
to be non-reactive polymers which can be added to 
reactive hot-melt adhesives . 

Reactive hot-melt adhesives refer to adhesives 
which, before their activation, consist of relatively 
short molecule chains with an average molecular weight 
in the range from 3000 to 5000 g/mol, are non-adhesive 
and, after activating, possibly by heat, are brought 
into a state of reaction in which the relatively short 
molecule chains are crosslinked to form long molecule 
chains and thereby cure, doing so in moist atmosphere. 
During the reaction or curing time, they are adhesive. 
After the crosslinking curing, they cannot be 
re-activated. Full reaction leads to a three- 

dimensional crosslinking of the molecule chains, which 
makes the cured reactive hot-melt adhesive waterproof 
and leads to highly effective sealing. The three- 
dimensional crosslinking leads to particularly strong 
protection against penetration of water into the 
adhesive. This highly effective sealing and protection 
against the penetration of water are of great 
significance specifically in the region of the sole 
construction . 

Suitable for the purpose according to the 
invention are, for example, polyurethane reactive hot- 
melt adhesives, resins, aromatic hydrocarbon resins, 
aliphatic hydrocarbon resins and condensation resins, 
for example in the form of epoxy resin (EP) . 



- 14 - 

Particularly preferred are polyurethane 
reactive hot-melt adhesives, referred to hereafter as 
PU reactive hot-melt adhesives. Suitable as 

thermoplastics which can be added to the PU reactive 
hot-melt adhesive are, for example, thermoplastic 
polyesters and thermoplastic polyurethanes . 

The crosslinking reaction bringing about the 
curing of PU reactive hot-melt adhesive is usually 
brought about by moisture, for which atmospheric 
moisture is adequate. There are blocked PU reactive 
hot-melt adhesives of which the crosslinking reaction 
can only begin after activation of the PU reactive hot- 
melt adhesive by means of thermal energy, so that such 
hot-melt adhesive can be stored in the open, i.e. 
surrounded by atmospheric moisture. On the other hand, 
there are non-blocked PU reactive hot-melt adhesives, 
in which a crosslinking reaction takes place at room 
temperature if they are surrounded by atmospheric 
moisture. The latter hot-melt adhesives must be kept 
in such a way that they are protected from atmospheric 
moisture as long as the crosslinking reaction is not 
yet to take place. 

In the unreacted state, both types of PU 
reactive hot-melt adhesives are usually in the form of 
rigid blocks. Before applying to the regions to be 
cemented, the hot-melt adhesive is heated in order to 
melt it and consequently make it able to be spread or 
applied. If non-blocked hot-melt adhesive is used, 
such heating must be performed with the exclusion of 
atmospheric moisture. If blocked hot-melt adhesive is 
used, this is not necessary, but it must be ensured 
that the heating temperature remains below the 
deblocking activation temperature. 

In one embodiment of the invention, PU reactive 
hot-melt adhesive which is constructed with blocked or 
capped isocyanate is used. To overcome the isocyanate 
blocking and consequently to activate the reactive hot- 
melt adhesive constructed with the blocked isocyanate, 
a thermal activation must be carried out. Activation 
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temperatures for such PU reactive hot-melt adhesives 
lie approximately in the range from 70°C to 170°C. 

In another embodiment of the invention, non- 
blocked PU reactive hot-melt adhesive is used. The 
crosslinking reaction can be accelerated by supplying 
heat . 

In a practical embodiment of the method 
according to the invention, a PU reactive hot-melt 
adhesive as can be obtained under the name IPATHERM S 
14/242 from the company H.P. Fuller of Wels, Austria is 
used. In another embodiment of the invention, a PU 
reactive hot -melt adhesive which can be obtained under 
the name Macroplast QR 62 02 from the company Henkel AG, 
Dusseldorf, Germany, is used. 

Particularly preferred is a functional layer of 
the upper which is not only water-impermeable but also 
water-vapour permeable. This makes possible the 

production of waterproof shoes which remain breathable 
in spite of being waterproof. 

A functional layer is regarded as "waterproof", 
if appropriate including the seams provided at the 
functional layer, if it ensures a water ingress 
pressure of at least 0.13 bar. The material of the 
functional layer preferably ensures a water ingress 
pressure of over 1 bar. The water ingress pressure 
must be measured here by a test method in which 
distilled water at 20±2°C is applied with increasing 
pressure to a sample of the functional layer of 
100 cm 2 . The pressure increase of the water is 60±3 cm 
of water column per minute. The water ingress pressure 
then corresponds to the pressure at which water appears 
for the first time on the other side of the sample. 
Details of the procedure are described in ISO standard 
0811 from the year 1981. 

A functional layer is regarded as "water-vapour 
permeable" if it has a water-vapour permeability 
coefficient Ret of less than 150 m 2 -Pa-W _1 . The water 
vapour permeability is tested by the Hohenstein skin 
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model. This test method is described in DIN EN 31092 
(02/94) or ISO 11092 (19/33). 

The waterproof ness of a shoe or boot can be 
tested by the already mentioned centrifuge method 
according to US-A-5 , 32 9 , 8 07 . A centrifuge arrangement 
described there has four swing-mounted holding baskets 
for holding footwear. With t£iis arrangement, two or 
four shoes or boots can be tested at the same time. In 
this centrifuge arrangement, centrifugal forces 
generated by centrifuging the footwear at high speed 
are used for locating leaks in the footwear. Before 
centrifuging, the space inside the footwear is filled 
with water. Absorbent material, such as blotting paper 
or a paper towel for example, is arranged on the outer 
side of the footwear. The centrifugal forces exert a 
pressure on the water with which the footwear is 
filled, with the effect that water reaches the 
absorbent material if the footwear has a leak. 

In such a waterproof ness test, the footwear is 
first of all filled with water. In the case of 
footwear with outer material which does not have 
adequate inherent rigidity, rigid material is arranged 
in the space inside the upper for stabilizing it, in 
order to prevent the upper from collapsing during 
centrifuging. In the respective holding basket there 
is blotting paper or a paper towel, onto which the 
footwear to be tested is placed. The centrifuge is 
then made to rotate for a specific period of time. 
Thereafter , the centrifuge is stopped and the blotting 
paper or paper towel is examined to ascertain whether 
it is moist. If it is moist, the footwear tested has 
not passed the waterproof ness test. If it is dry, the 
footwear tested has passed the test and is classified 
as waterproof. 

The pressure which the water exerts during 
centrifuging depends on the effective shoe surface area 
(sole inner surface area) A, dependent on the shoe 
size, on the mass m of the amount of water with which 
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the footwear is filled, on the effective centrifuging 
radius r and on the centrifuging speed U. 

The water pressure exerted on the effective 
shoe surface area by the centrifuging is then: 
5 P - (m»v 2 )/A»r) = (m*co 2 «r) /A 

where to = 2nf 
and v = 2r7if . 

In a waterproof ness test suitable for footwear 
according to the invention,, an effective centrifuging 
10 radius of 50 cm and a centrifuging speed of 254 
revolutions per minute are used. In the case of 
footwear of shoe size 42 with an effective shoe surface 
area of 232 cm 2 , the footwear is filled with a litre of 
water . 

15 This gives: 

m - 1 kg 

v = 2*0.5m»7r«4 .23/s - 13.3 m/s 
P = (lkg*(13.3m/s) 2 ) / (0.5m#0. 0232m 2 ) = 
353 . 8N/0 . 0232m 2 = 0.13956bar 
20 For other shoes sizes with correspondingly 

different effective shoe surface areas, an equal test 
pressure can be achieved with a correspondingly 
modified mass of water. 

Leather or textile fabrics are suitable for 
25 example as the outer material for the upper. The 
textile fabrics may be, for example, woven, knitted or 
nonwoven fabrics or felt. These textile fabrics may be 
produced from natural fibres, for example from cotton 
or viscose, from man-made fibres, for example from 
3 0 polyesters, polyamides, polypropylenes or polyolefins, 
or from blends of at least two such materials. 

The insole of footwear according to the 
invention may consist of viscose, a nonwoven, for 
example polyester nonwoven, to which fusible fibres may 
35 be added, leather or adhesively bonded leather fibres. 
An insole can be obtained under the name Texon 
Brandsohle from Texon Mockmuhl GmbH of Mockmuhl, 
Germany . 
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A lining material is normally arranged on the 
inner side of the outer material for the upper. 
Suitable for this are the same materials as specified 
above for the outer material. 
5 The sealing according to the invention provides 

that an outsole is applied to the underside of the 
shoe. This outsole may consist of waterproof material, 
such as for example rubber or plastic, for example 
polyurethane , or of non-waterproof material, such as 

10 leather in particular. 

The adhesive bonding of the reactive hot -melt 
adhesive with the underside of the shoe becomes 
particularly intimate if, after being applied to the 
underside of the shoe, the reactive hot-melt adhesive 

15 is mechanically pressed against the underside of the 
shoe and consequently compressed. Preferably suitable 
for this purpose is a pressing device, for example in 
the form of a pressing pad, with a smooth material 
surface which cannot be wetted by the reactive hot -melt 

2 0 adhesive and therefore cannot bond with the reactive 
hot -melt adhesive, for example of non-porous 
polytetraf luoroethylene (also known by the trade name 
Teflon) . Preferably used for this purpose is a 

pressing pad, for example in the form of a rubber pad 

25 or air cushion, the pressing surface of which is 
covered with a film of the said material, for example 
non-porous polytetraf luoroethylene , or such a film is 
arranged between the sole construction provided with 
the reactive hot-melt adhesive and the pressing pad 

30 before the pressing operation. 

Suitable materials for the waterproof, water- 
vapour permeable functional layer are, in particular, 
polyurethane, polypropylene and polyester, including 
polyether esters and their laminates, such as are 

35 described in the documents US-A-4 , 725 , 4 18 and US-A- 
4,493,870. Particularly preferred, however, is 

stretched microporous polytetraf luoroethylene (ePTFE) , 
as is described for example in the documents US-A- 
3, 953, 566 and US-A-4 , 1 8 7 , 3 9 0 , and stretched 
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polytetraf luoroethylene provided with hydrophilic 
impregnating agents and/or hydrophilic layers; see, for 
example, the document US-A-4 , 194 , 04 1 . A microporous 
functional layer is understood to be a functional layer 
of which the average pore size lies between 
approximately 0.2 |ixm and approximately 0.3 jam. 

The pore size can be measured with the Coulter 
Porometer (trade name) , which is produced by Coulter 
Electronics, Inc., Hialeath, Florida, USA. 

The Coulter Porometer is a measuring instrument 
which provides an automatic measurement of the pore 
size distributions in porous media, using the liquid 
displacement method (described in ASTM Standard E 1298- 
89) . 

The Coulter Porometer determines the pore size 
distribution of a sample by means of an increasing air 
pressure directed at the sample and by measuring the 
resultant flow. This pore size distribution is a 
measure of the degree of uniformity of the pores of the 
sample (i.e. a narrow pore size distribution means that 
there is little difference between the smallest pore 
size and the largest pore size) . It is determined by 
dividing the maximum pore size by the minimum pore 
size . 

The Coulter Porometer also calculates the pore 
size for the average flow. By definition, half the 
flow takes place through the porous sample through 
pores of which the pore size lies above or below this 
pore size for average flow. 

If ePTFE is used as the functional layer, the 
reactive hot-melt adhesive can penetrate into the pores 
of this functional layer during the cementing 
operation, which leads to a mechanical anchoring of the 
reactive hot-melt adhesive in this functional layer. 
The functional layer consisting of ePTFE may be 
provided with a thin polyurethane layer on the side 
with which it comes into contact with the reactive hot- 
melt adhesive during the cementing operation. If PU 
reactive hot-melt adhesive is used in conjunction with 



such a functional layer, there occurs not only the 
mechanical bond but also a chemical bond between the PU 
reactive hot-melt adhesive and the PU layer on the 
functional layer. This leads to a particularly 

5 intimate adhesive bonding between the functional layer 
and the reactive hot-melt adhesive, so that 
particularly durable waterproof ness is ensured. 

To achieve waterproof ness in the sole region as 
well, a waterproof outsole and/or a waterproof insole 
10 may be used. Waterproof ness in the sole region can 
also been ensured, however, by providing the water- 
permeable regions of the insole and/or outsole with a 
waterproof, water-vapour permeable sole functional 
layer, or by applying to the entire outsole reactive 
15 hot-melt adhesive which brings about waterproof ness 
after reacting and consequently makes the entire 
outsole waterproof . 

A shoe according to the invention may be 
constructed with an upper of outer material and a 
20 functional layer of the upper, lining the upper of 
outer material on its inner side, the said functional 
layer preferably being part of a laminate which has the 
functional layer and at least one lining layer facing 
the inner side of the shoe. The laminate may also have 
25 more than two layers, it being possible for there to be 
a textile backing on the side of the functional layer 
remote from the lining layer. In this case, a lasting 
allowance can be formed both for the upper comprising 
the outer material and for the upper comprising the 
30 functional layer. In this case, the cement-lasting of 
the two lasting allowances can be accomplished in a 
single cement-lasting operation or in two separate 
cement-lasting operations . 

In another embodiment of the invention, a 
35 multi-layer laminate which comprises both outer 
material and a functional layer is used. An upper 
constructed in this way then need only be lined on the 
inner side with a simple lining material. 



Footwear according to a further embodiment 
comprises a sole construction with an insole, a gauze 
strip being arranged between the insole and the upper 
end region, a first side edge of the said gauze strip 
5 being joined to the insole and a second side edge being 
joined both to the outer-material end region and to the 
functional -layer end region. 

In the case of this footwear too, the outsole 
may be provided at least partially with reactive hot- 

10 melt adhesive, in order to seal a functional layer in 
the sole region against water. In this case, the 
outsole cement is formed by a reactive hot -melt 
adhesive at least in a subregion of the outsole which 
is closed in the direction of the sole periphery and 

15 lies opposite the gauze strip. 

Footwear of this type represents an independent 
invention, however, irrespective of whether an outsole 
provided with reactive hot -melt adhesive is used or 
not. If an outsole not provided with reactive hot-melt 

20 adhesive is used for this shoe construction, sealing of 
the functional -layer end region can be achieved in 
another way. 

One possibility is to mould on an outsole, the 
outsole material that is liquid during the moulding-on 

2 5 forcing its way through the gauze strip and penetrating 

as far as the inner side of the functional -layer end 
region, where it can seal the functional layer. If the 
gauze strip is sewn to the upper end region, in this 
way the seam passing through the functional -layer end 
30 region can also be sealed by means of outsole material. 

Particularly whenever a cemented-on outsole is 
desired, but not the solution with reactive hot-melt 
adhesive, waterproof ness of the functional layer in the 
functional -layer end region can be achieved in this 

3 5 embodiment with a gauze strip by introducing another 

sealing material through the gauze strip, for example 
by means of the method known from the already mentioned 
EP 0 286 854 A. 
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BRIEF DESCRIPTION OF THE DRAWINGS 



The invention is now explained in more detail 
on the basis of exemplary embodiments. In the 

5 drawings, in schematized representation: 

Figure 1 shows a bottom view of a first 
embodiment of a shoe according to the invention without 
an outsole; 

Figure 2 shows a side view of the sole region 
10 of the shoe shown in Figure 1; 

Figure 3 shows a bottom view of a second 
embodiment of a shoe according to the invention without 
an outsole; 

Figure 4 shows a side view of the sole region 
15 of the shoe shown in Figure 1; and 

Figure 5 shows the side view as in Figure 2, 
but with additional schematized representation of a 
pressing device for pressing reactive hot-melt 
adhesive ; 

20 Figure 6 shows a third embodiment of a shoe 

according to the invention with cement-lasting; 

Figure 7 shows a fourth embodiment of a shoe 
according to the invention with cement-las ting ; 

Figure 8 shows a fifth embodiment of a shoe 
25 according to the invention with cement-lasting; 

Figure 9 shows a third embodiment of a shoe 
according to the invention with a Strobel seam between 
the functional layer and the insole; 

Figure 10 shows a fourth embodiment of a shoe 
30 according to the invention with a Strobel seam between 
the functional layer and the insole; 

Figure 11 shows a fifth embodiment of a shoe 
according to the invention with a Strobel seam between 
the functional layer and the insole; 
35 Figure 12 shows a sixth embodiment of a shoe 

according to the invention with a Strobel seam between 
the functional layer and the insole; 

Figure 13 shows a third embodiment of a shoe 
according to the invention with string-lasting; 



Figure 14 shows a plan view from below of a 
shoe according to the invention, which has in the front 
region a construction according to Figure 13, before 
applying an outsole; 

Figure 15 shows a fourth embodiment of a shoe 
according to the invention with string-lasting; 

Figure 16 shows a plan view of an embodiment of 
a shoe according to the invention using a different 
technique in the front region and rear region, to be 
precise in plan view before applying an outsole; 

Figure 17 shows a section through the front 
foot region of the shoe shown in Figure 16, to be 
precise along the sectional line A-A in Figure 16; 

Figure 18 shows a section through the rear foot 
region of the shoe shown in Figure 16, to be precise 
along the sectional line B-B in Figure 16; 

Figure 19 shows an oblique section through the 
shoe shown in Figure 16, to be precise along the 
sectional line C-C in Figure 16; 

Figure 2 0 shows a third embodiment of a shoe 
according to the invention with a laminate which 
comprises both an outer material and a functional 
layer; 

Figure 21 shows a fourth embodiment of a shoe 
according to the invention with a laminate which 
comprises both an outer material and a functional 
layer; 

Figure 22 shows a fifth embodiment of a shoe 
according to the invention with a laminate which 
comprises both an outer material and a functional 
layer; 

Figure 23 shows a plan view from below of the 
shoe shown in Figure 22 before applying an outsole; 

Figure 24 shows a sixth embodiment of a shoe 
according to the invention with a laminate comprising 
an outer material and a functional layer, the laminate 
being joined to an insole by means of a Strobel seam. 
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Figure 2 5 shows a third embodiment of a shoe 
according to the invention with a gauze strip arranged 
between the insole and the functional layer; 

Figure 2 6 shows a fourth embodiment of a shoe 
5 according to the invention with a gauze strip arranged 
between the insole and the functional layer; and 

Figure 27 shows a schematized, greatly enlarged 
two-dimensional representation of reactive hot -melt 
adhesive fully reacted by three-dimensional 
10 crosslinking of molecule chains. 

DETAILED DESCRIPTION OF PREFERRED EMBODIMENTS OF THE 
INVENTION 

15 The shoe of the first embodiment of the 

invention, shown in Figure 1, has an insole 1, an upper 
with a lasting allowance 2, joined to the insole 1 by 
means of cement-lasting, and reactive hot-melt adhesive 
3 applied to the underside of the insole 1 and lasting 

20 allowance 2. In this case, the reactive hot-melt 
adhesive 3 covers the entire region of the underside of 
the insole that is not covered by the lasting allowance 
2 and a subregion of the lasting allowance 2 adjacent 
to this region of the insole 1 . In a preferred 

25 embodiment, there is an overlap 3a of the reactive hot- 
melt adhesive 3 over the lasting allowance 2 over a 
width of about 1 cm. 

A shoe of this type is preferably produced as 

follows : 

3 0 The insole 1 is initially attached to the underside of 
a last (not represented) . An upper is then stretched 
over the last, the peripheral border of the underside 
of the insole is provided with conventional lasting 
cement and the lasting allowance 2 is pulled onto the 

35 underside of the insole and cemented to it. After 
that, the reactive hot-melt adhesive 3 is applied to 
the undersides of the insole 1 and lasting allowance 2 
and pressed there, in order to obtain an underside of 
the shoe with a flat and uniform surface. 
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This state of production is represented in side 
view in Figure 2 . 

An outsole (not represented) is then applied, 
for example by adhesive bonding, to the underside of 
5 the sole provided with the reactive hot-melt adhesive 
3 . 

The underside of the shoe or the sole structure 
is made waterproof with the aid of the reactive hot- 
melt adhesive 3 . 

10 The second embodiment of the invention, shown 

in Figure 3, shows a shoe which coincides with the shoe 
represented in Figures 1 and 2, except that it is 
provided on the lower surface facing away from the 
insole 1 with an open-pore, adhesive-compatible 

15 material 4, which is cemented flush in the reactive 
hot -melt adhesive 3. By applying this material 4, the 
waiting times are reduced and immediate further 
processing of the shoe produced to this extent is made 
possible . 

2 0 A side view of this shoe of the second 

embodiment corresponding to Figure 2 is shown in Figure 
4, the flush cementing of the material 4 with the 
reactive hot-melt adhesive 3 being readily apparent. 

The reactive hot -melt adhesive 3 is preferably 
25 applied as a viscous adhesive, it being possible for 
the degree of fluidity to be influenced by the 
intensity of the heating of the reactive hot-melt 
adhesive 3 . 

A pressing device 5 for pressing the reactive 

3 0 hot -melt adhesive 3 onto the undersides of the insole 1 

and lasting allowance 2 is shown in a very schematized 
way in Figure 5. A pressing pad of the type already 
mentioned is particularly suitable for this purpose. 

The invention is explained below on the basis 
35 of further exemplary embodiments which show shoes with 
various constructions of the sole, namely: 
- shoes with cement-lasting; 



shoes with at least one seam for producing a 
connection between an upper end region and an insole; 
and 

- shoes of which the upper end region is secured by 
means of string-lasting. 

Also considered are, on the one hand, shoes in 
which the outer material and the functional layer 
belong to separate material layers, a functional-layer 
end region on the sole side having an overhang with 
respect to an outer-material end region on the sole 
side and, on the other hand, shoes which are 
constructed with a laminate which has both an outer 
material and a functional layer, and which therefore 
have no such overhang. 

16 embodiments of shoes consecutively 
designated SI to S16 are shown in Figures 6-27. 

In the embodiments considered below, the same 
parts are marked by the same reference numerals, even 
if they belong to different embodiments SI to S16 of 
the shoe . 

Figure 6 shows a shoe SI with an upper 11, 
which is constructed with an outer material 13 and a 
functional layer 15, lining the inner side of the said 
outer material. This shoe has an insole 17 and an 
outsole 19. The outer material 13 comprises an outer- 
material end region 21. The functional layer 15 has a 
functional-layer end region 23 with an overhang 24, 
projecting beyond the outer-material end region 21 in 
the direction of the middle of the shoe. The shoe SI 
is a shoe with cement-lasting, that is to say the 
functional-layer end region 23 is fastened by means of 
a lasting cement 25 to a peripheral region of the 
insole underside 27. Towards the middle of the sole, 
the insole underside 27 is provided with a zone 29 of 
increased thickness 29. The outsole 19 is a 

prefabricated outsole, for example made of rubber or 
plastic, on the outsole top side 31 of which, facing 
the insole 17, there has been applied over the full 
surface area a reactive hot-melt adhesive 33, by means 
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of which the outsole 19 is cemented to the insole 
underside 27 , the underside of the outer-material end 
region 21 and the overhang 24. In the fully reacted 
state, the reactive hot-melt adhesive brings about 
waterproof ness , so that the surface of the functional 
layer is cemented with a waterproof effect in the 
region of the overhang 24 by means of the reactive hot- 
melt adhesive 33. Therefore, water which penetrates 
via the outer material 13 to the end of the outer- 
material end region 21 facing the middle of the sole 
cannot creep along the underside of the overhang 24, 
around its cut edge and then to its top side. Since 
the functional layer 15 is generally part of a multi- 
layer laminate which is provided with a generally very 
absorbent lining layer on the inner side facing the 
interior of the shoe, water creeping along the outer 
material 13 would be able to penetrate to this inner 
lining layer without a sealing adhesive bonding of the 
overhang 24 by the reactive hot-melt adhesive 33. This 
would have the consequence that the space inside the 
shoe becomes wet. This is effectively prevented by the 
cementing of the overhang 24 by the reactive hot-melt 
adhesive 33 . 

Waterproof ness is ensured with respect to the 
insole underside 27 of the shoe SI represented in 
Figure 6, irrespective of whether the outsole 19 
consists of waterproof material or water-permeable 
material. This is so because, since the entire outsole 
top side 31 is provided with reactive hot-melt 
adhesive, the entire outsole is also sealed against 
water permeability. Therefore, no water can penetrate 
to the insole 17. 

The reactive hot-melt adhesive of the shoe SI 
is preferably expanded reactive hot-melt adhesive 33a, 
which increases to a greater volume than non-expanded 
reactive hot-melt adhesive during reacting to form 
hardened adhesive, and as a result can better fill the 
intermediate space between the outsole top side 31 and 
the insole underside 27. The foaming pressure 
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generated during expansion also allows the reactive 
hot-melt adhesive to penetrate better into cracks and 
niches . 

The shoe S2 shown in Figure 7 has a similar 
construction to the shoe SI shown in Figure 6. A first 
difference is that an outsole 19 which is not flat but 
turned up at the edges is used. This has a turned-up 
border 35 which runs around the periphery of the 
outsole and encloses the lower part of the upper up to 
a height above the insole 17. Another difference in 
comparison with the shoe SI is that only the part of 
the reactive hot-melt adhesive 33 in the region of the 
middle of the outsole takes the form of expanded 
reactive hot-melt adhesive 33a, while non-expanding 
reactive hot-melt adhesive 33 is applied to the border 
regions of the outsole top side 31 and the inner side 
of the turned-up border 35. That is to say that the 
expanded reactive hot-melt adhesive 33a, which achieves 
a larger volume and creeps better under the foaming 
pressure, is used in the regions in which a sealing of 
the functional layer is desired and the insole 
underside 27 is not covered with material of the upper 
end region, so that a kind of cavity is produced there, 
while non-expanding reactive hot-melt adhesive 33 is 
used in the other regions, in which the outsole top 
side 31 and the inner side of the turned-up border 35 
lie opposite relatively smooth and planar regions of 
the upper, since an increase in volume of the reactive 
hot-melt adhesive is not required, and is possibly not 
desired, there . 

In the embodiment shown in Figure 7, the insole 
17 is not shown with a zone of increased thickness. It 
goes without saying that this may be provided, as in 
the case of the shoe SI in Figure 6. 

The shoe S3 shown in Figure 8 coincides with 
the shoe S2 of Figure 7, with the only exception that 
conventional solvent adhesive 38, as is used as the 
outsole cement in conventional shoe production 
processes, is applied to the outsole 19 outside its 



middle region 37 provided with reactive hot-melt 
adhesive 33 or 33a. Since a sealing of the functional- 
layer end region in the area of its overhang 24 is 
sufficient, it is not necessary likewise to apply 
sealing reactive hot-melt adhesive outside the middle 
region 37, provided with reactive hot-melt adhesive 33 
or 33a, of the outsole 19. 

Figure 9 shows an example of a shoe with a sewn 
insole. The shoe S4 shown in Figure 9, like the shoes 
SI to S3, has an upper 11, which is provided with an 
outer material 13 and a functional layer 15, lining the 
outer material 13 on the inner side of the latter. In 
the case of the shoe S4 as well, the functional-layer 
end region 23 has an overhang 24 beyond the outer- 
material end region 21. As a difference from the shoes 
SI to S4, however, the functional-layer end region 23 
is not joined to the insole 17 by means of cement- 
lasting but by means of a seam 39, for example in the 
form of a Strobel seam. The outer-material end region 
21 is fixed by means of a fixing adhesive 41 to the 
underside of the functional-layer end region 23 facing 
the outsole 19. The outsole 19 is provided over its 
full surface area with reactive hot-melt adhesive 33, 
which is preferably expanded reactive hot-melt 
adhesive. After the outsole 19 has been pressed onto 
the bottom end of the upper and onto the insole 17, the 
reactive hot-melt adhesive 33 on the one hand brings 
about a fastening of the outsole 19 to the upper 11 and 
the insole 17 and on the other hand brings about a 
sealing of the functional-layer end region 23 in the 
region of its overhang 24. In this case as well, water 
which creeps along the outer material 13 can therefore 
penetrate only as far as the cut end of the outer- 
material end region 21, but not up to the seam 39, and 
therefore also not up to the inner side of the 
functional layer 15 and to the inner lining usually 
provided there. 

While Figures 6 - 9 show shoe constructions in 
which the end region of the upper along with the outer- 
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material end region 21 and the functional-layer end 
region 23 extend parallel to the tread of the outsole 
19 and parallel to the insole 17 provided there, there 
are then shown in connection with the shoes S5 to S7 
shown in Figures 10 - 12 embodiments of shoes in which 
the upper end region having the outer-material end 
region 21 and the functional-layer end region 23 
extends perpendicular to the surface of the outsole and 
perpendicular to the insole. For this embodiment of a 
shoe, an insole with turned-up edges rising up beyond 
the bottom end of the outer-material end region is 
recommendable . 

The shoes S5 to S7 are embodiments with a seam 
between the insole and the functional-layer end region. 

In the shoe S5 shown in Figure 10, the upper 11 
has an outer material 13 with an outer-material end 
region 21. The seam 39 joining the functional-layer 
end region 23 to the insole 17 is again preferably a 
Strobel seam. In this embodiment, the entire outsole 
surface 31 and the entire inner side of the turned-up 
border 35 are provided with reactive hot-melt adhesive 
33, so that there is sealing by means of reactive hot- 
melt adhesive in the entire outsole region. 

The shoe S6 shown in Figure 11 coincides with 
the shoe S5 shown in Figure 10, with the exception that 
the outer-material end region 21 is fixed by means of 
fixing adhesive 41 to the outer side of the functional- 
layer end region 23. This facilitates the cementing-on 
of the outsole 19 with turned-up edges, because the 
prior fixing by means of the fixing adhesive 41 means 
that the outer-material end region 21 cannot slip when 
the outsole 19 is moved up against the insole 17. 

The shoe S7 shown in Figure 12 coincides with 
the shoe S6 shown in Figure 11 with the exception that 
here the fixing of the outer-material end region 21 to 
the functional-layer end region 23 is brought about not 
by means of fixing adhesive 41 but by means of a gauze 
strip 43, which is permeable to the reactive hot-melt 
adhesive 33 still in liquid form in the non-reacted 
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state. A top end of the gauze strip is fastened by 
means of a seam 45 to the outer-material end region 21, 
while a bottom side of the gauze strip 43 is fastened 
both to the insole 17 and to the bottom end of the 
5 functional-layer end region 23 by means of the Strobel 
seam 39. 

The gauze strip 43 may be contructed with 
fibres of plastic , for example of polyamide or 
polyester. A gauze strip 43 of monofilament fibres is 

10 preferred . 

The shoes S8 and S9 shown in Figures 13 - 15 
are without an insole, at least over part of their shoe 
length, the upper end region being secured by means of 
at least one string-lasting in order to keep it in an 

15 alignment running essentially parallel to the tread of 
the outsole . 

Figure 13 shows a shoe construction in which, 
as in the case of the previous embodiments, the upper 
11 is constructed with an outer material 13 with an 

20 outer-material end region 21 and a functional layer 15, 
located within the outer material 13, with a 
functional-layer end region 23 having an overhang 24. 
The outsole 19 is flat and is provided with reactive 
hot-melt adhesive 33, preferably in the form of 

25 expanded reactive hot-melt adhesive 33a, over its 
entire outsole top side 31. 

The shoe construction shown in Figure 13 is 
without an insole. Therefore, after the lasting of the 
upper 11, the functional-layer end region 23 on the one 

30 hand and the outer-material end region 21 on the other 
hand are each kept by a string-lasting 45 and 47, 
respectively, in an alignment parallel to the outsole 
19. For this purpose, each of the two string-lastings 
has a string tunnel 49 and a lasting string 51 

35 accommodated displaceably therein. The string tunnels 
49 are fastened to the end of the functional-layer end 
region 23 and to the end of the outer-material end 
region 21, respectively, preferably by sewing. 
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Figure 14 shows a plan view of the underside of 
the upper of Figure 13, that is to say without an 
outsole 19. This is a shoe which is without an insole 
only in the front foot region, but has an insole in the 
middle and rear foot regions. Therefore, the string- 
lastings 45 and 47 extend only in the front foot 
region. The string tunnels 49 of the two string- 
lastings 45 and 47 end essentially where the part- 
insole begins and at these points the string tunnels 49 
in each case have a string outlet 53. The two lasting 
strings 51 run transversely to the longitudinal 
direction of the shoe at this point and are each 
knotted approximately in the middle of this transverse 
extent at 55. 

The drawing-together or lashing-up with the 
string-lastings 45 and 47 can be carried out before or 
after the lasting of the upper. 

In the middle and rear foot regions, provided 
with a part-insole 17, the shoe shown in Figure 9 may 
have with respect to the insole and upper one of the 
constructions such as are shown in Figures 6 to 9. 

The shoe S9 shown in Figure 15 has, at least in 
part of its shoe length, a shoe construction which 
coincides with the shoe construction shown in Figure 
13, with the exception that there is only a single 
string-lasting 45, arranged at the functional-layer end 
region 23, and that the overhang 24 of the functional- 
layer end region 23 is bridged by means of a gauze 
strip 43. One side of the latter is fastened to the 
string-lasting 45 by means of a seam 54 and its other 
side is fastened to the outer-material end region 21 by 
means of a seam 55. 

As in the case of the shoe S8, the shoe S9 may 
also be provided with different sole constructions in 
its front foot region and in its middle and rear foot 
regions . 

The shoe S10 shown in Figures 16 to 19 likewise 
has a different sole construction in its front foot 
region than in its middle and rear foot regions. 
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Sectional lines A-A, B-B and C-C are shown in Figure 
1 6 . The associated sectional representations are in 
Figures 17 to 19. Figure 17 consequently shows a cross 
section through the front foot region, Figure 18 shows 
5 a cross section through the rear foot region and Figure 
19 shows an oblique section through the front foot 
region and middle foot region. 

The shoe S10 has a functional layer 15, which 
in the front foot region has the form of a part-sock or 

10 part-bootee 57, for which reason the functional layer 
15 extends continuously from one top end of the upper 
over the sole region to the other top end of the upper 
in the sectional representation in Figure 17 . In the 
rear foot region, the functional layer 15 of the shoe 

15 S10 has an interruption in the sole region, as is also 
the case in the shoes SI to S9 considered above. In 
Figure 19, the functional layer 15 appears of a 
different length of extent on the left and right in the 
part running parallel to the outsole 19. This is 

20 because the left-hand part shows an oblique-sectional 
component of the part-bootee 57, while the right-hand 
part belongs to a sole construction in which the 
functional layer ends in a functional-layer end region 
23 . 

25 In the middle and rear foot regions, the shoe 

S10 may have any of the sole constructions which have 
been described above in connection with Figures 6-9 
and 13 - 15. That is to say the borders of the 
functional-layer end region 23 in Figure 18 may be 

30 fastened to an insole, whether by means of a lasting 
allowance or by sewing, or be kept in their place by 
string-lasting. In Figures 18 and 19, it is therefore 
left open which of these specific sole constructions is 
to be used. 

35 With reference to Figures 20 to 24, shoes Sll 

to S14, of which the upper is constructed with a multi- 
layer laminate which comprises both the outer material 
and the functional layer, are now considered. In this 
case there is no overhang of the functional-layer end 
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region with respect to the outer-material end region in 
the upper end region. To be able nevertheless to seal 
the functional layer in the upper end region, either a 
multi-layer laminate with an outer material which can 
5 be penetrated by the reactive hot-melt adhesive in 
liquid form before reacting is used, or the sealing of 
the functional layer is obtained by the pressing of the 
outsole onto the upper causing sealing of at least the 
cut edge of the functional layer at the upper end 
10 region, preferably also causing penetration of reactive 
hot-melt adhesive up to the top side of the multi-layer 
laminate having the functional layer, remote from the 
outsole . 

The shoe Sll shown in Figure 2 0 coincides with 

15 regard to the sole construction largely with the shoe 
SI shown in Figure 6. Since the upper 11 consists of a 
multi-layer laminate 59, which comprises both the outer 
material and the functional layer, there is no overhang 
of the functional layer with respect to the outer 

20 material in an upper end region 61 running parallel to 
the outsole 19. The multi-layer material 59 is lined 
on its inner side with a lining 63 of conventional 
lining material. The upper end region 61 is cemented 
to the insole underside 27 by means of lasting cement 

25 25. The upper end region 61 has an upper overhang 65 
beyond a lining end region 67 . Since the lasting 
cement 25 reaches up to the edge of the upper end 
region 61, the reactive hot-melt adhesive 33 applied to 
the outsole 19 cannot penetrate to the top side of the 

30 upper overhang 65 facing the insole, but only up to a 
cut edge 69 of the upper end region 61. This seals the 
cut edge 69 of the functional layer, which is already 
adequate for achieving a waterproof sole construction. 

If the outer material used for the multi-layer 

35 laminate 59 can be penetrated by the reactive hot-melt 
adhesive 33 in liquid form before reacting, a sealing 
adhesive bonding of the functional layer takes place by 
means of the reactive hot-melt adhesive 33 over the 
entire surface area of the upper end region 61. 
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The shoe S12 shown in Figure 21 has a 
construction which is very similar to that of the shoe 
Sll. The only difference is that the lasting cement 25 
does not extend over the entire upper end region 61 but 
5 instead the region of the upper end region 61 adjacent 
to the cut edge 69 is free from lasting cement 25 , and 
consequently is not cemented to the insole underside 
27. This allows particularly good penetration of 
reactive hot-melt adhesive 33 between the insole 17 and 

10 the region of the upper end region 61 not cemented 
during cement-lasting while the insole 19 is pressed 
onto the upper end region 61 and the insole 17. This 
embodiment is particularly advantageous if the outer 
material of the multi-layer laminate 59 cannot be 

15 penetrated, or cannot be penetrated adequately, by the 
reactive hot-melt adhesive still in liquid form before 
reacting . 

The shoe S13 shown in Figure 22 has a 
construction which is very similar to the construction 

20 of the shoe S8 shown in Figure 13. The upper 11 of the 
shoe S13 is likewise constructed with an outer material 
13 and a separate functional layer 15. However, the 
outer-material end region 21 and the functional-layer 
end region 23 are cut to the same length. Therefore, 

25 there is not the overhang 24 of the functional-layer 
end region 23 that there is in the case of the shoe S8 . 
For this reason, the ends of the outer-material end 
region 21 and of the functional-layer end region 23 can 
be jointly joined by a single string-lasting 45. A 

30 single lasting string 51 is therefore adequate for 
lashing up the outer-material end region 21 and the 
functional-layer end region 23. 

A modification of the shoe construction shown 
in Figure 23 may comprise using a multi-layer laminate 

35 59, as in the case of the shoes Sll and S12, instead of 
the outer material 13 and the functional layer 15 
separate from the latter. 

Shown in Figure 23 is a plan view from below of 
a shoe before applying the outsole, which shoe has in 
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the front foot region 71 the sole construction shown in 
Figure 22 , while it has in the middle and rear foot 
regions a sole construction for example of the kind 
shown in Figure 6. 
5 Shoes which are without an insole in the front 

foot region, such as the shoes shown in Figures 14 and 
23 for example, are much more flexible in the front 
foot region than shoes with an insole in the front foot 
region as well, which makes them feel particularly soft 

10 during walking . 

The construction of the shoe S14 shown in 
Figure 24 coincides with the shoe construction shown in 
Figure 22, with the exception that the outer-material 
end region 21 and the functional-layer end region 23 

15 are not secured by means of string-lasting but are 
fastened to an insole 17 by means of a seam 39, 
preferably a Strobel seam, as already shown and 
described in connection with Figure 9. 

This shoe construction is also suitable for the 

20 case in which the upper 11 is constructed with a multi- 
layer laminate . 

Two further embodiments of footwear according 
to the invention, in which the upper end region is 
j oined to an insole by means of a gauze strip , are now 

2 5 considered . 

The shoe SI 5 shown in Figure 2 5 has an upper 
11, which is constructed with an outer material 13 and 
with a separate functional layer 15 located on the 
inner side of the latter. In this case, an insole 17 

3 0 is joined both to an outer-material end region 21 on 

the sole side and to a functional-layer end region 23 
on the sole side via a gauze strip 43, which is located 
between the functional -layer end region 23 and the 
insole. A seam 73 joins an inner side edge of the 
35 gauze strip 43 to the insole 17. A seam 75 joins an 
outer side edge of the gauze strip 43 to the outer- 
material end region 21 and to the functional -layer end 
region 23. The gauze strip 43 lies between the insole 
17 and the end regions 21 and 23 of the outer material 
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13 and the functional layer 15. In the way shown in 
Figure 20, between the underside 2 7 of the insole and 
the outsole 19 there may be a sheet-like filler 77, 
preferably of soft material, which may be a nonwoven 
5 fabric, in particular a PES nonwoven, a knitted fabric 
or insole material or other sole material which can be 
cemented to the underside 27 of the insole. The two 
side edges of the gauze strip 43 may lie at different 
levels. Between the two side edges, the gauze strip 43 
10 may be curved. 
P An outsole 19 is provided on its top side 31 

J facing the insole with a coating of reactive hot-melt 

LJ adhesive 33 over the full surface area. At those 

points which lie opposite the gauze strip 43 after 
H 15 adhesively attaching the outsole 19 to the upper 11 and 
w + the filler 77, additional, preferably expanding 

reactive hot -melt adhesive 3 3a is applied to the top 
V side 31 of the outsole. In its liquid or liquefied 

J* state before fully reacting, this adhesive penetrates 

O 20 through the gauze strip 43 and effects a sealing of the 
"™ functional- layer end region 23 and the seams 73 and 75. 

For easier handling of the upper 11, in 
particular before and during the production of the seam 
75, the outer-material end region 21 and the 
25 functional -layer end region 23 may be fastened on each 
other by means of a fixing adhesive 79 located between 
them. To indicate that the fixing adhesive 79 does not 
have to be present, it is represented in Figure 20 only 
on the right-hand side. If it is used, it goes without 
3 0 saying that it runs around the entire upper end region 
61. Any desired adhesive may be used as the fixing 
adhesive 79, for example a hot -melt adhesive or a 
solvent adhesive, for example PU-based. 

The shoe S16 shown in Figure 2 6 has a 
3 5 construction which is very similar to that of the shoe 
S15 of Figure 25 and differs from it only in that the 
surface 31 of the outsole is provided with foaming 
reactive hot-melt adhesive 33, in particular with 
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foamed reactive hot-melt adhesive 33a, over the full 
surface area and with the same thickness. 

If footwear according to the invention has a 
water-permeable outsole and a water-permeable insole, 
5 the sole construction can be made waterproof by 
applying reactive hot -melt adhesive to the entire 
outsole. If a waterproof insole and/or a waterproof 
outsole are used for a shoe according to the invention, 
it is sufficient to apply reactive hot-melt adhesive to 

10 that zone of the outsole which lies opposite the region 
of the functional layer to be sealed in the upper end 
region. Conventional outsole cement, for example 

solvent adhesive or hot -melt adhesive, can then be 
applied to the remaining region of the outsole. 

15 The outsole of footwear according to the 

invention may consist of waterproof material, such as 
for example rubber or plastic, for example 
polyurethane, or of non-waterproof, but breathable 
material, such as in particular leather or leather 

2 0 provided with rubber or plastic intarsias . In the case 

of non-waterproof outsole material, the outsole can be 
made waterproof, while maintaining breathability , by 
being provided with a waterproof, water-vapour- 
permeable functional layer at least at points at which 

25 the sole construction has not already been made 
waterproof by other measures . 

Also in shoe constructions other than the shoe 
constructions shown in Figures 25 and 26, of which the 
upper is constructed with an outer material and a 

30 functional layer separate from the latter, for example 
of the kind shown in Figure 6, handling during shoe 
production can be facilitated if the outer-material end 
region is fixed to the functional-layer end region by 
means of a fixing adhesive before the outsole is 

3 5 cemented on . This is not absolutely necessary, 

however, since the outer-material end region is secured 
by the outsole once the latter has been cemented on. 

A shoe according to the invention is produced 
by producing and lasting the upper with or without an 
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insole, the individual production steps required for 
this depending on the specific construction of the 
shoes SI to S16 shown in the figures. Then cement is 
applied to a prefabricated outsole, it being possible 
5 for the cement to be exclusively non-expanded reactive 
hot-melt adhesive, exclusively expanded reactive hot- 
melt adhesive, partly expanded and partly non-expanded 
reactive hot-melt adhesive, or partly reactive hot-melt 
adhesive and partly conventional outsole cement, for 

10 example solvent adhesive, depending on the type of shoe 
to be produced. Then the outsole is pressed onto the 
lasted upper, whereby the intended sealing of the 
functional layer takes place. Once the adhesive bond 
and curing of the adhesive comes into effect, the shoe 

15 is finished. 

Figure 27 shows in a schematized, not -to- scale, 
greatly enlarged, two-dimensional representation a 
detail of a sole construction with outsole cement in 
the form of reactive hot-melt adhesive 33 fully reacted 

20 by three-dimensional crosslinking of molecule chains. 
The three-dimensionality of the crosslinking is created 
by the molecule chains of the reactive hot -melt 
adhesive 33 crosslinking also in the third dimension 
(perpendicular to the surface of the drawing) , not 

25 visible in Figure 27, in the way represented for two 
dimensions. This provides particularly strong 

protection against the penetration of water into the 
adhesive . 
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Patent claims 



1. Footwear with an upper (11) and a sole 

construction having an out sole (19) , in which: 
5 the upper (11) is constructed with an outer material 
(13) and with a waterproof functional layer (15) at 
least partially lining the outer material (13) on the 
inner side of the latter and having an upper end region 
(61) on the sole side with an outer-material end region 
10 (21) and a functional - layer end region (23) ; 

the functional -layer end region (23) has a region 
requiring sealing; and 

the out sole (19) is adhesively bonded to the upper end 
region (61) by means of outsole cement located on it, 

15 the outsole cement being formed at least in a subregion 
of the outsole lying opposite the region requiring 
sealing of the functional- layer end region (23) by a 
reactive hot-melt adhesive (33, 33a) which brings about 
waterproof ness when in the fully reacted state. 

2 0 2. Footwear according to Claim 1, in which 

the functional -layer end region (23) has an overhang 
(24) projecting beyond the outer-material end region, 
and the outsole cement is formed at least in a 
subregion of the outsole which is closed in the 

25 direction of the sole periphery and lies opposite at 
least part of the width of the overhang by a reactive 
hot-melt adhesive (33; 33a) which brings about 
waterproof ness when in the fully reacted state. 

3. Footwear according to Claim 2, in which the 
30 reactive hot-melt adhesive (33; 33a) extends over the 

entire width of the overhang. 

4. Footwear according to Claim 2 or 3, in which 
the upper end region (61) extends essentially parallel 
to the tread of the outsole (19) and the functional- 

35 layer end region (23) projects beyond the outer- 
material end region (21) in the direction of the centre 
of the outsole. 

5. Footwear according to Claim 1 or 2, in which 
the upper end region (61) extends essentially 
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perpendicular to the tread of the outsole (19) and the 
functional-layer end region (23) projects beyond the 
outer-material end region (21) in the direction of the 
tread . 

5 6. Footwear according to one of Claims 1 to 5, 

with an insole (17), to which the functional-layer end 
region (23) is fastened. 

7. Footwear according to Claim 6, in which the 
functional-layer end region (23) is joined to the 

10 insole (17) by means of a seam (39) . 

8. Footwear according to Claim 6, in which the 
functional-layer end region (23) is joined to the 
insole (17) by cement-lasting (25). 

9. Footwear according to Claim 4, in which the 
15 functional-layer end region (23) is kept essentially 

parallel to the tread of the outsole (19) by means of 
string-lasting (45) . 

10. Footwear according to one of Claims 6 to 9, in 
which the outer-material end region (21) is secured to 

20 the functional-layer end region (23) by means of 
adhesive . 

11. Footwear according to one of Claims 6 to 8 , in 
which the overhang (24) is bridged by a gauze strip 
(43), one side of which is fastened to the outer- 

25 material end region (21) and the other side of which is 
fastened to the insole (17) . 

12. Footwear according to Claim 9, in which the 
overhang (24) is bridged by a gauze strip (43), one 
side of which is fastened to the outer-material end 

30 region (21) and the other side of which is fastened to 
the string-lasting (45) . 

13. Footwear according to Claim 9, in which the 
outer-material end region (21) is kept essentially 
parallel to the tread of the outsole (19) by means of a 

35 second string-lasting (47). 

14. Footwear according to Claim 1, in which the 
upper end region (61) has an upper-end-region outer 
side remote from the functional layer (15) 



and the outsole cement is formed at least in a 
subregion of the upper-end-region outer side which is 
closed in the direction of the sole periphery by 
reactive hot-melt adhesive (33; 33a) and the outer 
material (13) consists at least in this subregion of a 
material which can be penetrated by the reactive hot- 
melt adhesive (33; 33a) that is liquid before fully 
reacting, so that in this subregion the reactive hot- 
melt adhesive (33; 33a) adhesively bonds the functional 
layer (15) with a sealing effect. 

15. Footwear according to Claim 1, in which the 
upper end region (61) has an upper-end-region outer 
side remote from the functional layer (15) , 

the upper end region (61) has an upper end edge (69) , 
within which a free zone (70) , free from upper 
material, is formed and the outsole cement is formed at 
least in a region of the free zone (70) which is closed 
in the direction of the sole periphery and is adjacent 
to the upper end edge by reactive hot -melt adhesive 
(33; 33a) which has penetrated between the insole 
underside (27) and the functional-layer end region (21) 
and forms there a cementing region closed in the 
direction of the sole periphery. 

16. Footwear according to Claim 14 or 16, in which 
the outer material and the functional layer are each 
part of a multi-layer laminate (59) . 

17. Footwear according to one of Claims 14 to 16, 
in which the upper end region (61) extends essentially 
parallel to the tread of the outsole (19) . 

18. Footwear according to one of Claims 14 to 16, 
in which the upper end region (61) extends essentially 
perpendicular to the tread of the outsole (19) . 

19. Footwear according to one of Claims 14 to 18, 
with an insole (17), to which the upper end region (61) 
is fastened. 

20. Footwear according to Claim 19, in which the 
upper end region (61) is joined to the insole (17) by 
means of a seam (39) . 
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21. Footwear according to Claim 19, in which the 
upper end region (61) is joined to the insole (17) by 
cement-lasting (25) . 

22. Footwear according to Claim 21, in which a 
region of the upper end region (61) adjacent to an 
upper end region edge (69) is excepted from the cement- 
lasting (25) . 

23. Footwear according to one of Claims 14 to 18, 
in which the upper end region (61) is kept essentially 
parallel to the tread of the outsole (19) by means of 
string-lasting (45) . 

24. Footwear according to one of Claims 1 to 4, 6 
to 17 and 19 to 23, in which the outsole (19) is 
essentially flat. 

25. Footwear according to one of Claims 1 to 23, in 
which the outsole ( 19 ) essentially has turned-up edges 
with a flat tread region and a border (35) rising up 
from the latter in an essentially perpendicular 
direction . 

26. Footwear according to one of Claims 1 to 25, in 
which the outsole (19) is provided with reactive hot- 
melt adhesive ( 33 ; 3 3a ) in that sub- region in which it 
lies opposite the region of the functional layer (15) 
to be sealed and is otherwise provided with 
conventional outsole cement (38) . 

27. Footwear according to one of Claims 1 to 25, in 
which the outsole (19) is provided with reactive hot- 
melt adhesive (33; 33a) essentially over its entire top 
side (31) facing the upper (11) . 

28. Footwear according to one of Claims 1 to 27, in 
which at least part of the reactive hot-melt adhesive 
(33) located on the outsole (19) is formed by an 
expanded reactive hot-melt adhesive (33a). 

29. Footwear, in particular according to Claim 1, 
in which the sole construction comprises an insole (17) 
and a gauze strip (43) is arranged between the insole 
(17) and the upper end region (61) , a first side edge 
of which gauze strip being joined to the insole (17) 
and a second side edge being joined both to the outer- 



- 44 - 

material end region (21) and to the functional-layer 
end region (23) . 

30. Footwear according to Claim 29 in conjunction 
with Claim 1, in which the outsole cement is formed at 

5 least in a subregion of the outsole (19) which is 
closed in the direction of the sole periphery and lies 
opposite the gauze strip (43) by a reactive hot -melt 
adhesive (33; 33a). 

31. Footwear according to Claim 30, in which the 
10 outsole cement is formed at least in a subregion of the 

outsole (19) which is closed in the direction of the 
sole periphery and lies opposite the gauze strip (43) 
by an expanded reactive hot-melt adhesive (33a) . 

32. Footwear according to Claim 30, in which the 
15 entire outsole surface is provided with reactive hot- 

melt adhesive (33; 33a) . 

33. Footwear according to Claim 30, in which the 
entire outsole surface is provided with expanded 
reactive hot-melt adhesive (33a) . 

2 0 34. Footwear according to one of Claims 29 to 33, 

in which a filler (77) is arranged between the insole 
underside (27) and the outsole top side (31) . 

35. Footwear according to one of Claims 29 to 34, 
in which the gauze strip (43) is sewn (73, 75) both to 

25 the insole (17) and to the outer-material end region 
(31) as well as to the functional- layer end region 
(23) . 

36. Footwear according to one of Claims 30 to 35, 
in which the outer-material end region (21) and the 

3 0 functional -layer end region (23) are fastened to each 

other by means of a fixing adhesive (79) . 

37. Footwear according to one of Claims 1 to 36, 
which has a part-insole over part of the shoe length in 
which the footwear is constructed according to one of 

35 Claims 6-8, 10, 11, 19-22 or 24-36, and is constructed 
in the remaining part of the shoe length according to 
one of Claims 9-13 or 23-28. 

38 . Footwear which in a front foot region has a 

sole construction according to one of Claims 1 to 36 
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and in a rear foot region has a shoe construction 
according to another of Claims 1 to 36. 

39. Process for the production of footwear, having 
the following production steps: 

5 a) an upper (11) is created, constructed with an outer 
material (13) and with a waterproof functional layer 
(15) at least partially lining the outer material (13) 
on the inner side of the latter and provided with an 
upper end region (61) on the sole side; 

10 b) the outer material (13) is provided with an outer- 
material end region (21) on the sole side and the 
functional layer (15) is provided with a functional- 
layer end region (23) on the sole side, a region 
requiring sealing being created at the functional-layer 

15 end region (23) ; 

c) outsole cement is applied to an out sole (19) and the 
outsole is adhesively attached to the upper end region 
(61), a reactive hot-melt adhesive (33; 33a) which 
brings about waterproof ness when in the fully reacted 

20 state being applied as outsole cement at least in a 
subregion of the outsole which lies opposite the region 
of the functional-layer end region (23) requiring 
sealing after the adhesive attachment of the outsole. 

40. Process according to Claim 39, in which 

25 the functional-layer end region (23) is provided with 
an overhang (24) projecting beyond the upper-material 
end region (21) 

and reactive hot -melt adhesive (33; 33a) is applied as 
outsole cement at least in a subregion of the outsole 
30 which is closed in the direction of the sole periphery 
and lies opposite at least part of the width of the 
overhang after the adhesive attachment of the outsole 
(19) . 

41. Process according to Claim 39, in which 

35 reactive hot-melt adhesive (33; 33a) is applied as 
outsole cement at least in a subregion of the outsole 
which is closed in the direction of the sole periphery 
and lies opposite at least part of the upper-end-region 
outer side after the adhesive attachment of the outsole 
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(19), the outer material (13) being produced at least 
in this subregion from a material which can be 
penetrated by the reactive hot-melt adhesive (33; 33a) 
that is liquid or liquefied before fully reacting, so 
5 that there the reactive hot-melt adhesive (33; 33a) 
brings about a sealing adhesive bonding of the 
functional layer (15) . 

42. Process according to Claim 39, in which 

the upper end region (61) is provided with an upper end 
10 edge (69) , within which a free zone (70) , free from 
upper material, is formed, and 

reactive hot-melt adhesive (33; 33a) is applied as 
outsole cement at least in a subregion of the outsole 
which is closed in the direction of the sole periphery 

15 and lies opposite at least one region of the free zone 
adjacent to the upper end edge (69) after the adhesive 
attachment of the outsole and is applied to the outsole 
(19) at such a rate and the outsole (19) is pressed 
against the upper-end-region outer side in such a way 

20 that reactive hot-melt adhesive (33; 33a) penetrates 
between the insole underside (3 7) and the functional- 
layer end region (23) and forms there an adhesive 
bonding region which is closed in the direction of the 
sole periphery. 

25 43. Process according to Claim 39, in which the sole 
construction is provided with an insole (17) , a gauze 
strip (43) is arranged between the insole (17) and the 
upper end region (61), a first side edge of which strip 
being joined to the insole (17) and a second side edge 

30 being joined both to the outer-material end region (21) 
and to the functional-layer end region (23) , 
and reactive hot-melt adhesive (33; 33a) is applied as 
outsole cement at least in a subregion of the outsole 
which is closed in the direction of the sole periphery 

35 and lies opposite the gauze strip (43) after the 
adhesive attachment of the outsole (19) . 

44. Process according to one of Claims 39 to 43, in 

which reactive hot-melt adhesive (33; 33a) is applied 
to the outsole (19) in that region which lies opposite 
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the region of the functional-layer end region (23) to 
be sealed after the outsole (19) has been pressed onto 
the upper-end-region outer side, and otherwise 
conventional outsole cement (38) is applied. 

45. Process according to one of Claims 39 to 43, in 
which reactive hot-melt adhesive (33; 33a) is applied 
to the entire outsole. 

46. Process according to Claim 39 or 45, in which 
an expanding reactive hot-melt adhesive (33a) is 
applied to the outsole (19) at least in that region 
which lies opposite the region of the functional-layer 
end region (23) to be sealed after the outsole (19) has 
been pressed onto the upper-end-region outer side. 

47. Process according to one of Claims 39 to 46, in 
15 which a reactive hot-melt adhesive (33; 33a) which can 

be cured by means of moisture is used, which adhesive 
is applied to the region to be cemented and is exposed 
to moisture for reacting. 

48. Process according to one of Claims 39 to 46, in 
20 which a reactive hot-melt adhesive (33; 33a) which can 

be thermally activated and can be cured by means of 
moisture is used, which adhesive is thermally 
activated, applied to the region to be cemented and is 
exposed to moisture for reacting. 
25 49 • Process according to one of Claims 39 to 48, in 

which a thermoplastic is added to the reactive hot-melt 
adhesive (33; 33a) before using the latter. 

50. Process according to one of Claims 39 and 44 to 

49. in which the outer-material end region (21) is 
30 fixed to the functional-layer end region (23) before 

the outsole is cemented on. 

51. Outsole (19) which can be cemented onto an 
upper of footwear, the top side of the said sole, to be 
adhesively attached to the upper (11) , being provided 

35 at least partially with non-reacted reactive hot-melt 
adhesive (33; 33a) which brings about waterproof ness 
when in the fully reacted state. 

52. Sealed shoe with an upper and an insole (1) to 
which the upper is joined, polyurethane-based reactive 
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hot -melt adhesive (3) being applied over the surface 
area onto the underside of the shoe in the region of 
the insole (1) and the part of the upper joined to the 
latter and pressed. 

53. Shoe according to Claim 52 , in which an open- 
pore, adhesive-compatible material (4) is applied over 
the entire shoe and the side region. 

54. Shoe according to Claim 52, in which an open- 
pore, adhesive-compatible material (4) is applied over 
part of the shoe and the side region. 

55. Shoe according to one of Claims 52 to 54, in 
which the surface of the open-pore, adhesive-compatible 
material (4) is cemented flush in the reactive hot-melt 
adhesive (3) . 

56. Shoe according to one of Claims 52 to 55, in 
which the underside of the shoe to be further processed 
has a flat and uniform surface. 

57. Shoe according to one of Claims 52 to 56, in 
which the upper is joined to the insole (1) by means of 
cement -lasting . 

58. Shoe according to Claim 57, in which the 
reactive hot-melt adhesive (3) is applied over a width 
of about 1 cm, overlapping between the insole ( 1 ) and 
the lasted upper. 

59. Process for producing a shoe with an upper and 
insole (1) , in which the upper is joined to the insole 
(1) and polyurethane-based reactive hot -melt adhesive 
(3) is applied over the surface area onto the underside 
of the shoe in the region of the insole (1) and the 
part of the shaft joined to the latter and is pressed. 

60. Process according to Claim 59, in which an 
open-pore, adhesive-compatible material (4) is applied 
over the entire shoe and the side region. 

61. Process according to Claim 59, in which an 
open-pore, adhesive-compatible material (4) is applied 
over part of the shoe and the side region. 

62. Process according to one of Claims 59 to 61, in 
which the surface of the open-pore, adhesive-compatible 
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material (4) is cemented flush in the reactive hot-melt 
adhesive (3) . 

63. Process according to one of Claims 59 to 62, in 
which the underside of the shoe to be further processed 

5 is provided with a flat and uniform surface. 

64. Process according to one of Claims 59 to 63, in 
which the upper is joined to the insole (1) by means of 
cement - lasting . 

65. Process according to Claim 64, in which the 
10 reactive hot-melt adhesive (3) is applied over a width 

^ of about 1 cm, overlapping between the insole (1) and 

yg the lasted upper. 
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and wes amended on . 



09/830,818 



(if applicable) 

I hereby state tnat I nave reviewed and understand the con- 
tents of the above identified specification, inciting me claims, 
aa amended by any amendment referred to above. 



I acknowledge the duty to disclose information which is ma- 
terial to the examination o* this application m accordance with 
Title 37. Code of Federal Regulation*, §1. 56(a). 



I hereby daim foreign priority benettte under Title 35, United 
States Code, §119 of arty foreign applications) lor patent or 
inventor's certificate listed below and have also identified 
below any foreign application for patent or inventor s certifi- 
cate having a filing date before that of the aooiicaiion on 
whvch priority is claimed: 
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Prior foreign appfrcattons 
Priohtat beansprucht 



.PCT/EP99/0818 8 

Numbar) 
Nummtr) 



German Language Declaration 



wo 



19903630.6 



(Country) 
(Land) 

DE 



28 October I?99 
(Oay-MomrvYaar Filed) 
(Tag/Monai/Jahr «ing«cwcht) 

29 January 1999 



Priority Claimed 



OS 

Ja 



(Number) 



29819186.5 

(Number) 
(Nymrw) 



(Country) 
(Land) 



DE 



fDay'Monih/Ysar FUed) 
(Tag/Monai/Janr eingeretcnO 

28 October 1998 



(Country) 
(Land) 



(Day'Monrh/Year Filed) 
(Tag/MonaVJatv *ingareicM) 



Ja 



5 

Neiri 



Ich beanspruche hiermit gemaas Absatz 35 der Zivilprozeas- 
ortjnung der Veramigten Staaten. Paragraph 1 20, dan Vorzug 
alter untan aufgefuhrten Anmeldungert und falls der G«gen- 
stand aus jeoem Anspruch dieser Anmeidung mcht m e»ner 
fniheron amenkanischen Patontanmeidung 3aut dam ersten 
Paragraphen des Absatzes 3S der Ziviiprozessordnung dar 
Voreinigten Staatan t Paragraph 1 1 2 onenDart 1st. erxenne 
<ch gam&aa Absatz 37, Bundesgeaetzbuch, Paragraph 1 .56(a) 
meine Pfircnt zur Offenbanjng von informationen an. die zwt- 
scnen dam Anmeidedatum darfruheren Anmeidung und dem 
nationaien odar PCT intemationalen Anmeidedatum dieser 
Anmeidung bekannt geworden sind. 



I haraby claim the benefit under Title 35, United States Code, 
§120 of any United States application's) listed below and, 
insofar as the subject matter of each of tne claims of this 
application is not disclosed in the pnor United States appli- 
cation in the manner provided by the first paragraph of Title 
35, United States Code, §n2, t acknowledge tne duty \o 
disclose material informatfoo as defined in Title 37, Coda of 
Federal Regulations. §1 .56(a) which occurred between the 
filing date of the prior application and the national or PCT 
international filing data of this application: 



(Application Serial No.) 
{ Anmasaesartarmummer ) 



(Piling D«1») 
(Anmetdadatum) 



(Application Serial No.) 
( Anmetoe sett to nummar ) 



(Filing Date) 
(Anmeidedatum) 



(Status) 
tpaienttert. anhanglg. 
axjfgaQAb«n) 



(Status) 
(patented, pondmg, 
abandoned) 



(Status) 
(patantlert, anhingig. 
aufgagtben) 



(Status) 
(patented, pending, 
abandoned) 



fen erkiane hiermit, daaa oJle von mlr in der vorltegenden 
Erkianjng gemachien Angaben nach meinem bwten Wlsaan 
und Gewtasen dar votien Wahrhett errtaprechen, und dasa 
>co dieae eidesstattitch* EhdArung in KanntnJa dasaen ab- 
gebe, dasa wlssenttlch und vorsatrlicn faiache Angahen ge* 
mass Paragraph 1001, Absatz 18 dar ZSvilprozeaaordnung 
der Voreinigten Staaten von Amerlka mit GeWstrafe betegt 
and/oder Gelangnis beafraft warden koennen, und dasa de- 
rartig wiaaemllch und vorsAtztlch faiache Angaben die Gul* 
ttgkeit der vorttegenden Patentanmeldung Oder elnes darauf 
erteilton Patentes getahrden kflnnen. 



I hereby declare that all statements made herein at my own 
knowledge ara frve and that all statements made on infor- 
mation and belief ara betteved to be true: and further that 
these statements were made with the knowledge that willful 
false statements and the like so made are punishaDie by fine 
or imprisonment, or both, under Section 1001 of Title 18 of 
the United States Code and that such willful false statements 
may jeopardise the validity of the application or any patent 
issued thereon. 
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j 4 German Language Declaration 



>-> GmbH LEGAL 



®004 



vERTR£TUNGSVOLLMACHT: Ala benannter Effmcer 
beauftraga ich hiermit den nachstehend oenannten Paten- 
tamvatt (Oder die nachstehend benannten Patentanw&He) und/ 
oder Patent- Agenten mtt dar Verfolgung der voriiegenden 
Patentanmetdung sowe mil der Abwicklung altar dam(( ver- 
bundenen Gescnafte vor dem Patent-und Waren2etahenamt; 
(NarrtQ und Registrattonsnummer an(Qhr&n) 



POWER OF ATTORNEY: As a named inventor, I hereby 
appoint the following anorney(s) anchor ageni(s) to prosecute 
this application and transact all business m the Patent and 
Trademark Office connected therewith, {list name and reg- 
istration number) 

John S. Campbell, 
Wayne D . House, 3Ju-&23--^ 
David J. Johns, 31,527 
Eric J. Sheets, ~3CL,J2iLL..~ 
Allan M. Wheat craft, 34^107 
Carol A. Lewis White, _3_3_^-306 
Dianne Burkhard, 41,650 



Tetefongesprache bine richten an: 
(Nam* un<$ re/efonnu/nmer^ 



Direct Telephone Calls to: (name and fe/opno^e number) 
Carol A. Lewis White (302) 738-4880 



; r- Postanschrirt: 



Send Correspondence to: Carol A. Lewis White 

JL^ L. Gor_e &_Associates , Inc . ^ 
JJ51 Paper Mill" Road,. P.O. Box~9206 
Nevjrk/'PE" 197 14-9206 



Vo<l«r Name doa einzi$«n OOer uapo)nglich«n Erfindera: 




Wohn^tz 



SlaAbutrkgahdngkavt 



Postanachrth 



Full name of sole or first inventor 

Franz Haimerl 



Retidence^Egerlaenderstrr 2, 

P-Iffeldorf 82393 



German, 



Post Otftea Aodrsss 

Same as Above 



Voiier Name oes zweiten Miterflnd«ni (falls zutrvffend) 



Unt«r»chnft dea Erfindwrt 



Datum 



Pull n*me of second joint inventor, if any 

Alfoa^Meindl 

m 




In 



r s stonac 




Wonnaitz 



Steata*ngeh6r*c>e*l 



Postenscnrttt 



Rewdence Rosens tr. 6, 
D-834I7 Ki^chan srhoerTnp 




Citizenship 



Poet Office Address 

Same as Above 



Data 



— 1 



Oft* onwn>cruM09 Information** und Unmrvchriftw) im (Supply similar information and signature for third and sub- 

^ai/e von dnfren und wwferen MitBffindom angeton). sequent jolni Inventors,) 
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P^nt «nd Tf«le«wk Omoe-UJ*, DEPARTMENT COMMCHCt 



